Permanent Painting

fore violet carmine, when made from a wood lake,
has no place on the painter's palette.

VIRIDIAN

This is a form of chrome oxide which is quite trans-
parent, and while not very brilliant as compared, for
instance, with emerald green, is a thoroughly safe and
reliable color. It evidently has been known for many
years, and when exposed to the light does not show
any perceptible change, nor is it affected by any gases
in the atmosphere. It has all the characteristics of
oxide of chromium, and has the same chemical com-
position with the addition of water as a hydrate or
water of combination. In its effect it is similar to a
lake, and can be used for glazing. It forms a valuable
pigment for the painter, and is thoroughly reliable.
It dries well.,

WARM SEPIA

This is generally made by mixing a sienna or ochre
with madder lake. As a mixture for oil painting, this
mixture is very undesirable, for the iron in the ochre
or sienna decomposes the madder, and as a water color
the same result is obtained, with the exception that it
takes much longer to manifest itself. This color is
not to be recommended.
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